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CHEMICAL ANALYSIS OF SPECIAL STEELS
from the total oxides.   The remainder after these deductions is calculated to metallic aluminum.
The filtrates from the two basic acetate precipitations contain all of the calcium which is precipitated with ammonium oxalate and finished in the usual way as in limestone. The manganese is obtained as in tungsten, page 71.
ANALYSIS.
Silicon.....
Iron.......
Aluminum.
Per cent. 58.48
7.08
2.41
I      Per cent.
Calcium.............j      30.86
Carbon..............i        o. 80
Manganese...........i        0.06
The carbon is gotten by ignition of 0.5 gram of the sample with 4 grams of red lead, or litharge, in the electric furnace.